AMENDMENT AFTER FINAL 
Application No. 10/518,338 
Attorney Docket No. 07810.01 18-00000 



AMENDMENTS TO THE SPECIFICATION: 

Please amend the specification as follows: 

Please delete Table 1 on page 16 and replace it with the following Table 1 : 



Table 1. Kaolin Properties 



Piqment 


Brightness 
(ISO) 


Y'ness 


<2(im 
(%) 


<1(j.m 
(%) 


<0.5nm 

(%) 


<0.25nm 

(%) 


Shape 
Factor 


Viscosity 
Concentration 

(%) 


SUPRAPRINT™ 


88.4 


3.6 


92 


71 


38 


15 


35 


70 


Composition A3 
(Invention) 


89.1 


4.4 


92 


72 


45 


19 


26 


72.3 


Composition A3 
(Invention) 


88.6 


4.7 


89 


66 


39 


17 


31 


71.9 


Composition A3 
(Invention) 


89.4 


4.3 


90 


67 


40 


16 


32 


71.7 



Please delete Table 3 on page 17 and replace it with the following Table 3: 



Table 3. Coating colour properties 



Colour 


Solids 

(%) 


Brookfield Viscosity 
(mPa.s) 


Bohlin 
mPa.s @ 
13000 sec- 1 


Eklund 
Water 
loss 
g/m 2 


10rpm 


20rpm 


50rpm 


100rpm 






SUPRAPRINT™ 
Coating Colour 


62.2 


2800 


1600 


800 


480 


180 


88 


Coating Colour A1 


64.2 


3200 


1800 


880 


540 


111 


108 


Coating Colour A2 


63.7 


3200 


1800 


880 


540 


131 


97 


Coating Colour A3 


63.7 


3400 


1900 


920 


560 


176 


97 
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Please delete Table 4 on page 18 and replace it with the following Table 4 
Table 4. Paper properties interpolated to 8g/m 2 



Pigment 


Pigment 


Paper 




B'ness 


Shape 
Factor 


B'ness 


Opacity 


PPS 
10kg 


Gloss 


Gurley 
Porosity (s) 


SUPRAPRINT™ 


88.4 


35 


71.2 


87.3 


0.84 


75 


4000 


Composition A1 


89.1 


26 


71.6 


87.3 


0.82 


79 


4000 


Composition A2 


88.6 


31 


71.3 


87.2 


0.83 


80 


5000 


Composition A3 


89.4 


32 


71.6 


87.0 


0.83 


80 


5000 
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